FORM PTO- 1 3S>0 (Modified) U.S. DEPARTMENT OF COMMERCE PATENT AND TRADEMARK OFriCE 

(REV^yfeoOO) . 

TRANSMITTAL LETTER TO THE UNITED STATES 
DESIGNATED/ELECTED OFFICE (DO/EO/US) 
CONCERNING A FILING UNDER 35 U.S.C 371 



ATTORNEYS DOCKET NUMBER 
216889US 



U.S. APPUCATION NO. (IF KNOWN, SEE 37 CFR 

10/009179 



INTERNATIONAL APPLICATION NO. 

PCT/JPOO/03712 



INTERNATIONAL FILING DATE 
07June 2000 



PRIORITY DATE CLAIMED 

08 June 1999 



TITLE OF INVENTION 

METHOD OF RECLAIMING CROSSLINKED RUBBER, AND MOLDING OF RECLAIMED RUBBER 



APPLICANT(S) FOR DO/EO/US 

Mitsumasa MATSUSHITA, etal 



Applicant herewith submits to the United States Designated/Elected Office (DO/EOAJS) the following items and other information: 

This is a FIRST submission of items concerning a filing under 35 U.S.C. 371 . 
This is a SECOND or SUBSEQUENT submission of items concerning a filing under 35 U.S.C. 371. 



fesr 



n 



9. 

10: 

11. 
12. 



□ 
□ 
□ 



This is an express request to begin national examination procedures (35 U.S.C. 371(f)). The submission must include itens (5), 
(6), (9) and (24) indicated below. 

The US has been elected by the expiration of 19 months from the priority date (Article 31). 
A copy of the International Application as filed (35 U.S.C- 371 (c) (2)) 

a. ^ is attached hereto (required only if not communicated by the International Bureau). 

b. has been communicated by the International Bureau. 

c. tl is not required, as the application was filed in the United States Receiving Office (RO/US). 
An English language translation of the International Application as filed (35 U.S.C. 371 (cX2)). 

a. S is attached hereto. 

b. □ has been previously submitted under 35 U.S.C. 154(d)(4). 

Amendments to the claims of the International Application under PCT Article 19 (35 U.S.C. 371 (c)(3)) 

a. □ are attached hereto (required only if not communicated by the International Bureau). 

b. □ have been communicated by the International Bureau. 

c. □ have not been made; however, the time limit for making such amendments has NOT expired. 

d. S have not been made and will not be made. 

An English language translation of the amendments to the claims under PCT Article 19 (35 U.S.C. 371(c)(3)). 
An oath or declaration of the inventor(s) (35 U.S.C. 371 (c)(4))- 

An English language translation of the annexes to the International Preliminary Examination Report under PCT 



□ 



Article 36 (35 U.S.C. 371 (c)(5)). 

A copy of the International Preliminary Examination Report (PCT/IPEA/409). 
A copy of the International Search Report (PCT/ISA/2I0). 
Items 13 to 20 below concern document(s) or Information included: 

An Information Disclosure Statement under 37 CFR 1 .97 and 1.98. 

An assignment document for recording. A separate cover sheet in compliance with 37 CFR 3.28 and 3.3 1 is included. 
A FIRST preliminary amendment. 
A SECOND or SUBSEQUENT preliminary amendment. 
A substitute specification. 

A change of power of attorney and/or address letter. 

A computer-readable form of the sequence listing in accordance with PCT Rule 13ter.2 and 35 U.S.C. 1.821 - 1.825. 
A second copy of the published international application under 35 U.S.C. 154(d)(4). 

A second copy of the English language translation of the international application under 35 U.S.C. 154(d)(4). 
Certificate of Mailing by Express Mail 
Other items or information: 

Drawings (6 sheets)/ PCT/IB/304 
PCT/IB/SOS / Form PTO-1449 

Request for Consideration of Documents Cited in the International Search Report 



13. 




14. 


□ 


15. 




16. 


□ 


17. 


a 


18. 


.□ 


19. 


□ 


20. 


□ 


21. 




22. 


□ 


23. 





Page 1 of 2 



PCTUS1/REV03 



JC10ReQ^£^FG./?TQ I Q DEC 2 0Q1 



INTERNATIONAL APPLICATION NO. 
PCT/JPOO/03712 



ATTORNEY'S DOCKET NUMBER 

216889US 



24/ The following fees are submitted:. 
B^SIC NATIONAL FEE ( 37 CFR 1.492 (a) (1) - (5)) : 

□ Neither international preliminary examination fee (37 CFR 1 .482) nor 
international search fee (37 CFR 1 .445(a)(2)) paid to USPTO 
and International Search Report not prepared by the EPO or JPG 

^ International preliminary examination fee (37 CFR 1.482) not paid to 
USPTO but International Search Report prepared by the EPO or JPO . 



□ International preliminary examination fee (37 CFR 1 .482) not paid to USPTO 
but international search fee (37 CFR L445(a)(2)) paid to USPTO 

□ International preliminary examination fee (37 CFR 1 .482) paid to USPTO 
but all claims did not satisfy provisions of PCX Article 33(1 )-(4) 



$1040.00 
$890.00 
$740.00 
$710.00 



□ International preliminary examination fee (37 CFR 1.482) paid to USPTO 
and all claims satisfied provisions of PCX Article 33(1 )-(4) 



$100.00 

ENTER APPROPRIATE BASIC FEE AMOUNT - 



CALCULATIONS PTO USE ONLY 



$890.00 



Sup^arge of $ 130.00 for furnishing tihe oath or declaration later than □ 20 
mostfis from the earliest claimed priority date (37 CFR 1.492 (e)). 



S 30 



$130.00 



LAIMS 



NUMBER FILED 



NUMBER EXTRA 



RATE 



T(fi claims 



-20 = 



0 



$18.00 



$0.00 



Ih^a>endent claims 



3 = 



$84.00 



$0.00 



Vfafeiple Dependent Claims (check if applicable). 



□ 



$0.00 



TOTAL OF ABOVE CALCULATIONS = 



$1,020.00 



Applicant claims small entity status. See 37 CFR 1 .27). The fees indicated above are 
£ reduced by 1/2. 



$0.00 



SI- 



SUBTOTAL 



$1,020.00 



ssing fee of $130.00 for furnishing the English translation later than 
iS from the earliest claimed priority date (37 CFR 1 .492 (f)). 



□ 20 □ 30 



$0.00 



TOTAL NATIONAL FEE = 



$1,020.00 



f'fel for recording the enclosed assignment (37 CFR 1 .21(h)). The assignment must be 
accompanied by an appropriate cover sheet (37 CFR 3.28, 3.3 1) (check if applicable). 



□ 



$0.00 



TOTAL FEES ENCLOSED - 



$1,020.00 



Amount to be: 
refunded 



charged 



a. 
b. 



d. 



A check in the amount of 



$1,020.00 



□ 

□ 



^to cover the above fees is enclosed, 
in the amount of 



to cover the above fees. 



Please charge my Deposit Account No. 

A duplicate copy of this sheet is enclosed. 

The Commissioner is hereby authorized to charge any additional fees which may be required, or credit any overpayment 
to Deposit Account No. 15-0030 A duplicate copy of this sheet is enclosed. 

Fees are to be charged to a credit card. WARNING: Information on this form may become public. Credit card 
information should not be included on this form. Provide credit card information and authorization on PTO-2038. 



NOTE: Where an appropriate time limit under 37 CFR 1.494 or 1.495 has not been met, a petition to revive (37 CFR 
1.137(a) or (b)) must be filed and granted to restore the application to pending status. 

SEND ALL CORRESPONDENCE TO: 



Telephoned: (703)413-3000 
Facsimile (703)413-2220 



Surinder Sachar 
Registration No, 34,423 




22850 




SIGNATURE 

C. Irvia McClelland 



NAME 
21,124 



REGISTRATION NUMBER 



DATE 



Page 2 of 2 



10/009179 

JClORec'dPGT/PTO ] o DEC 2001 



DESCRIPTION 

METHOD OF R ECLAIMING CRQSSLINKED RUBBER. AND MOL DING OF 
^ RECLAIMED^RUBBER 

5 Technical Field 

The present invention relates to a method of reclaiming 
crosslinked rubber and to a molding of reclaimed rubber. 

Background Art 

10 Heretofore, there has been known a reclaiming method 

wherein wastes of rubber moldings such as tire wastes etc., 
or scrap, defective moldings, etc. occurring in a process for 
producing rubber moldings, are converted into reclaimed rubber 
by applying heat and shear stress thereto. 

15 According to the above reclaiming method, crosslinkages 

among rubber molecules constituting crosslinked rubber are 
cleavedby heat and shear stress, thusproviding reclaimedrubber 
in a state similar to non-crosslinked rubber. 

By re^crosslinking such reclaimed rubber singly and/or 

20 re-crosslinking a mixture which is formed by mixing new 
non-crosslinked rubber and the reclaimed rubber, moldings of 
the reclaimed rubber is formed, thus enabling recycling of 
crosslinked rubber. 

A certain kind of crosslinked rubber generates decomposed 

25 products during reclamation, and a deterioration in qualities 



etc. may occur owing to the decomposed products. In the 
conventional reclaiming method, it was difficult to deal with 
the problem caused by the decomposed products. 

Specifically, a certain kind of crosslinked rubber 
5 generates a malodorous gas during reclamation . To reclaim such 
, crosslinked rubber, (1) the malodorous gas is subjected to 
Q combustion and deodorization in a combustion-type deodorizing 

CJ unit and is released to the atmosphere as shown in JP~A 6-210633, 

H - and (2) malodorous components in the malodorous gas and in 

M3 10 reclaimed rubber are continuously removedby heating in a heating 

^- ' 

C|. oven as shown in JP-A 9-308951. 



■Q 

M' 

.CI 



In the method (1), the malodorous gas could be removed 
from the gas released to the atmosphere during reclamation, 
but the malodorous gas remaining in the reclaimed rubber could 
15 not be removed. Accordingly, there was a problem that a bad 
smell is generated upon re-crosslinking of the reclaimed rubber 
or genrated from moldings of the re-crosslinked reclaimed 
rubber. 

Removal of the malodorous gas by the method (2) is also 
20 unsatisfactory, and it was difficult in some cases to obtain 
reclaimed rubber applicable to articles used particularly in 
a closed space (e.g. in a room) . Further, use of a heating 
oven made it difficult to apply the method to crosslinked rubber 
easily denatured by heating. 
25 In a certain kind of crosslinked rubber in an embodiment 
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different from the above, its decomposed products produced 
during reclamation react again with the crosslinked rubber in 
the process of reclamation to cause a deterioration in the 
qualities of reclaimed rubber. Further, the decomposed 
products canbe a cause for premature crosslinkage to deteriorate 
scorch characteristics and storage stability. 

The present invention was made inviewof such conventional 
problems, and the object of the present invention is to provide 
a method of reclaiming crosslinked rubber wherein a reduction 
of qualities due to generation of decomposed products hardly 
occurs, and a molding of reclaimed rubber ♦ 

Disclosure of Invention 

The present invention relates to a method of reclaiming 
crosslinked rubber, which includes introducing a 
degasif ication carrier and removing, together with the 
degasif ication carrier, decomposed products in crosslinked 
rubber, during a reclamation step of reclaiming crosslinked 
rubber by applying shear stress thereto and/or a subsequent 
step after the reclamation step. 

The most remarkable feature of the present invention lies 
in removal of decomposed products together with the introduced 
degasif ication carrier. 

According to this feature, the decomposed products are 
removed, thus scarcely remaining in crosslinked rubber in the 



process of reclamation and in reclaimed rubber. Accordingly, 
the deterioration in qualities of reclaimed rubber by the 
decomposed products and the inhibition of reclamation of 
crosslinked rubber by the decomposed products can be prevented. 

According to the present invention, as described above, 
there can be provided a method of reclaiming crosslinked rubber 
wherein a reduction in qualities due to generation of decomposed 
products hardly occurs. 

The process for introducing the degasif ication carrier 
and for removing decomposed products together with the 
degasif ication carrier is carried out preferably during 
reclamation of crosslinked rubber (see Embodiment 6) . With 
this arrangement, the effect of the present invention can be 
secured. 

As described later, cleavage of crosslinkages in 
crosslinked rubber is initiated by applying shear stress thereto, 
and almost simultaneously with the cleavage of crosslinkages, 
the decomposed products are also generated. Therefore, the 
effect of the present invention cannot be obtained if 
introduction and removal of the degasif ication carrier 
(degasif ication treatment) is conducted before decomposed 
products are generated, that is, before the cleavage of 
crosslinkages in crosslinked rubber is initiated . Accordingly, 
the degasif ication treatment should be carried out after a 
plasticizing step and/or a kneading step, which are described 



- later. The. degasif ication treatment may be repeated. 

The decomposed products include e.g. malodorous 
components. 

A certain kind of crosslinked rubber generates a 
5 malodorous gas during reclamation. As described above, it was 
difficult to remove the malodorous gas from such crosslinked 
p rubber by the conventional method. The reclaiming method of 

.::ei ^ 

fj the present invention can be applied to remove the malodorous 

■ \^ ■ ■■ 

1*4 components thereby improving the working environment during 

lb reclamation or during re-crosslinking of reclaimed rubber in 

-s. ■ ■ ■■ 

CI forming moldings of reclaimed rubber (by rolling refining etc. ) . 

m.. 

£J Further, when the reclaimed rubber is formed into moldings 

w 

of reclaimed rubber, the bad smell of the moldxngs of reclaimed 
rubber can be reduced, and thus the value of the moldings can 
15 be increased. 

Further, the ratio of reclaimed rubber in moldings of 
the reclaimed rubber can be increased to improve the efficiency 
of recycling. 

In addition, the processability of reclaimed rubber can 
20 be raised to improve crosslinking characteristics. 
Furthermore, the physical characteristics of reclaimed rubber 
moldings obtained from the reclaimed rubber can also be improved . 
Moreover, reclamation itself can also be promoted. 

The crosslinked rubber generating malodorous gas as 
25 described above includes sulfur-vulcanized EPDM (ethylene 
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propylene diene terpolymer) f NR/SBR (blended rubber of natural 
rubber and styrene-butadiene rubber) , SBR (styrene-butadiene 
rubber), NBR (acrylonitrile-butadiene rubber) etc. 

When the crosslinked rubber generating a malodorous gas 
as described above is reclaimed, a deodorant may be added thereto • 
The malodorous gas can thereby be further reduced. The 
deodorant in this case can make use of perfumes such as vanillin 
and lignin and deodorants such as activated carbon and sepiolite . 

Besides, rubbers such as acryl rubber generating amine 
compounds as decomposed products can be reclaimed by the 
production method of the present invention. 

The amount of the degasif ication carrier added is 
preferably 0.02 to 20 parts by weight based on 100 parts by 
weight of crosslinked rubber . Decomposed products can thereby 
certainly removed. If the amount of the degasif ication carrier 
is less than 0 . 02 parts by weight, the effect is hardly obtained, 
while if the amount exceeds 20 parts by weight, the amount of 
the degasif ication carrier volatilized can be increased to make 
stable reclamation of crosslinked rubber difficult and to make 
removal of the degasif ication carrier incomplete, thus 
permitting a large amount of the degasif ication carrier to remain 
in the reclaimed rubber. The lower limit of the degasif ication 
carrier is preferably 0.1 part by weight, more preferably 0.5 
part by weight. The upper limit thereof is preferably 7 parts 
by weight. 



In the step of removing decomposed products together with 
the degasif ication carrier, techniques selected from heating 
degasif ication, degasif icationunder reduced pressure, solvent 
cleaning, and bubbling are preferably used alone or in 
5 combination thereof* 

The heating degasif ication is a method of removing 
decomposed products by gasification; the degasif ication under 
reduced pressure is a method of removing decomposed products 
by promoting gasification thereof under reduced pressure; the 
10 solvent cleaning is a method of removing decomposed products 
by dissolution; and the bubbling is a method of promoting removal 
of decomposed products by increasing the gasification area of 
/ decomposed products. 

The degasif ication under reduced pressure is conducted 
15 preferably by using a low-boiling compound as the degasif ication 
. carrier in order to remove decomposed products together with 
the degasif ication carrier. With this arrangement, 
gasification of the low-boiling compound and decomposed 
products, particularly malodorous component, can be promoted 
20 under reduced pressure to realize efficient removal of the 
decomposed products. 

Particularly when the decomposed products are malodorous 
components, it is preferable that by treatment with the 
degasif ication carrier, the decomposed products are reduced 
25 to 1/2 or less relative to those before introduction of the 
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degasification carrier. The decomposed products are reduced 
more preferably to 1/3 or less, most preferably 1/10 or less. 

With this arrangement, it is possible to improve the 
working environment under which the reclaimed rubber is formed 
into e.g. moldings of reclaimed rubber. Further, when the 
reclaimed rubber is formed into the moldings of reclaimed rubber 
described below, the bad smell of the moldings of reclaimed 
rubber can be reduced, whereby the value of the moldings can 
be increased. 

Particularly when the malodorous components are sulfur 
compounds or nitrogen compounds, it is preferable that they 
are reduced by degasification to 1/3 or less relative to those 
before introduction of the degasification carrier. They are 
reduced more preferably to 1/20 or less by degasification. 

The reclamation step of reclaiming the crosslinked rubber 
by applying shear stress thereto and the step of removing the 
decomposed products with the degasification carrier are 
conducted preferably successively. With this arrangement, 
efficient reclamation of the crosslinked rubber canbe realized. 

Now, the reclamation step of reclaiming the crosslinked 
rubber by applying shear stress thereto is described. 

This reclamation step consists of a preheating step, a 
plasticizing step and a kneading step. The preheating step 
is a step in which the crosslinked rubber is heated to a 
temperature at which the crosslinkages therein can be cleaved. 



The plasticizing step is a step in which cleavage of the 
crosslinkages in the crosslinked rubber is initiated thereby 
initiating softening of the crosslinked rubber* The kneading 
step is a step in which the crosslinkages are cleaved and the 
rubber molecules are dispersed and mixed. 

The shear stress in the plasticizing step is preferably 
1 to 100 MPa. With this arrangement, reclamation of crosslinked 
rubber can be certainly effected. When the shear stress is 
less than 1 MPa, the shear stress is too small to effect promotion 
of cleavage of crosslinkages and thus the efficiency of 
reclamation may be lowered. On the other hand, when the shear 
stress is larger than 100 MPa, the shear stress permits progress 
of not only cleavage of crosslinkages but also cleavage of main 
chains of rubber molecules, and thus the physical properties 
of reclaimed rubber may be .deteriorated. The upper limit of 
the shear stress in the plasticizing step is more preferably 
15 MPa. 

The reclamation step is conducted preferably at the 
temperature of 100 to 520 ""C. With this arrangement, the 
crosslinkages are cleaved while cleavage of the main chains 
is suppressed. 

In the plasticizing step, the temperature of the 
crosslinked rubber is preferably 100 to 520 °C. With this 
arrangement, reclamation of the crosslinked rubber can be 
certainly effected. When the temperature of the crosslinked 



rubber is lower than 100 cleavage of the crosslinkages may 
not sufficiently proceed • On the other hand, when the 
temperature is higher than 520 ""C, cleavage of the main chains 
proceeds, and thus the physical properties of the reclaimed 
rubber may be deteriorated. The upper limit of the temperature 
of the crosslinked rubber is more preferably 450 °C- 

In the reclamation step, the crosslinked rubber is heated 
or cooled as necessary so as to be in the above temperature 
range. When the heat evolved by the crosslinked rubber upon 
shearing is too low, the rubber is heated; and when the heat 
is too high, the rubber is cooled. If the above temperature 
range is attained by the heat of the crosslinked rubber upon 
shearing^ heat transfer (heating or cooling) from the outside 
is not necessary. 

The optimum temperature range is varied depending on the 
type of crosslinked rubber . For example, when automobile tires 
etc. are to be reclaimed, the temperature range is preferably 
180 to 360 "^C. When peroxide-crosslinked rubbers such as EPDM 
are to be reclaimed, the temperature range is preferably 220 
to 450 °C. 

The upper limit of the temperature range during 
reclamation is varied depending on the duration of reclamation, 
and the temperature should be raised for shorter reclamation. 

The step of reclaiming the crosslinked rubber is conducted 
preferably by use of an extruder. With this arrangement. 



reclamation of the crosslinked r\±>ber can be successively 
affected to realize efficient reclamation* 

By use of an extruder, degasif ication can be performed 
in the extruder, and the frequency of contact between the 
degasif ication carrier and the crosslinked rubber or reclaimed 
rubber can be raised, thus enabling efficient reclamation and 
degasif ication • 

When the crosslinked rubber is resin-crosslinked butyl 
rubber, the present invention is preferably used* 

When the resin-crosslinked butyl rubber is reclaimed by 
the conventional method, decomposed products consisting of 
phenol resin etc. occur and react again with resin-crosslinked 
butyl rubber in the process of reclamation, and thus the 
resultant reclaimed rubber is poor in qualities. 

The deterioration in qualities of the reclaimed rubber, 
caused by re-reaction of the decomposed products with 
resin-crosslinked butyl rubber in the process of reclamation, 
can be prevented by the reclaiming method of the present 
invention. Further, a deterioration in the scorch 

characteristics and storage stabilities of the reclaimed rubber 
can also be prevented. 

The degasification carrier is preferably at least one 
selected from a group including inert gas, water and alcohol. 
The effect of the present invention can thereby be secured. 

Particularly, water can be used to achieve the effect 



of promoting decomposition of crosslinked rubber by water and 
of hydrolyzing the decomposed products into harmless ones. 
Further, the cleaning effect of water, the increase of the 
gasification area due to the bubbling effect of gasification, 
and the effect of water vapor as a carrier gas can be obtained, 
and thus the decomposed products can be efficiently removed. 
Further, water is inexpensive, thus reducing costs. 
The inert gas includes N2, Ar, He, CO2 etc. 
The present invention also relates to a molding of 
reclaimed rubber produced by a process including introducing 
a degasification carrier and removing, together with the 
degasification carrier, decomposed products in crosslinked 
rubber to obtain reclaimed rubber during a reclamation step 
of reclaiming crosslinked rubber by applying shear stress 
thereto and/or a subsequent step after the reclamation step, 
and re-crosslinking the reclaimed rubber or melt-blending the 
reclaimed rubber with thermoplastic resin. 

By removing the decomposed products together with the 
introduced degasification carrier, the decomposed products are 
removed thus scarcely remaining in crosslinked rubber in the 
process of reclamation and in reclaimed rubber. Accordingly, 
the deterioration in qualities of reclaimed rubber by the 
decomposed products is prevented, and as a consequence, the 
deterioration in qualities of moldings of reclaimed rubber 
produced by re-crosslinking the reclaimed rubber or by 
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Htelt-blending the reclaimed rubber with thermoplastic resin 
can be prevented. 

Other detailed features are similar to those described 

above • 

According to the present invention, there can be provided 
moldings of reclaimed rubber wherein deterioration of qualities 
due to generation of decomposed products hardly occurs, as 
described above. 

When the crosslinked rubber is resin-crosslinked butyl 
rubber, the present invention is preferably used. 

In reclamation of resin-crosslinked butyl rubber, the 
deterioration in qualities of the resultant reclaimed rubber, 
caused by re-reaction of decomposed products such as phenol 
resin with resin-crosslinked butyl rubber in the process of 
reclamation, can be prevented according to the present invention . 
Further, a deterioration in the scorch characteristics and 
storage stability of the reclaimed rubber can also be prevented. 
Accordingly, moldings of reclaimed rubber excellent in storage 
stability and superior in molding-workability can be obtained. 

The amount of decomposed products in the reclaimed rubber 
is reduced preferably to 1/2 or less relative to that before 
introduction of the degasif ication carrier . The deterioration 
in qualities by the decomposedproducts can thereby be prevented. 



Brief Description of Drawings 



Fig. 1 shows the structure of a twin-screw extruder used 
in reclamation of crosslinked rubber in Embodiment 1. 

Fig. 2 shows the structure of a twin-screw extruder used 
in reclamation of crosslinked rubber in Embodiment 4. 

Fig. 3 shows the structure of a twin-screw extruder used 
in reclamation of crosslinked rubber in Embodiment 6. 

Fig. 4 is a chart showing the result of gas 



fet chromatography-mass analysis of a malodorous gas in reclaimed 

y| materials produced in Embodiment 8, wherein the number of sites 

h^- . 

"^y 10 for injection and degasif ication in an extruder is 0. 

Fig. 5 is a chart showing the result of gas 

IP' ■ ' 

P4 chromatography-mass analysis of a malodorous gas in reclaimed 

. ■w# . 

W ■ ' 

materials produced in Embodiment 8, wherein the number of sites 
for injection and degasif ication in an extruder is 2. 
15 Fig. 6 is a graph showing the correlation between the 

number of times of deodorization and the amount of generated 
gas in Embodiment 9. 



Best Mode for Carrying Out the Invention 
20 Embodiment 1 

The method of reclaiming crosslinked rubber according 
to the embodiments of the present invention is described by 
reference to Fig. 1. 

In this embodiment, a degasif ication carrier is 
25 introduced and, together with the degasif ication carrier. 
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decomposed products in crosslinked rubber are removed in a step 
of reclaiming crosslinked rubber by applying heat and shear 
stress thereto. 

In this embodiment, reclamation of crosslinked rubber 

5 is conducted by means of a twin-screw extruder shown below. 
As shown in Fig. 1, the twin-screw extruder 1 is provided 

H: with a cylinder 11 having a screw 15 therein, an inlet 110 for 

If' 

p feeding crosslinked rubber 10 into the cylinder 11, and an 

extrusion orifice 14 for discharging reclaimed rubber 101. 
10 The cylinder 11 is provided with a pump 19 thereon and 



a degasif ication vent 190 between the pump 19 and extrusion 
orifice 14 . A degasif ication carrier is introduced by the pump 



1^ 19 into a kneading zone 18 describe later. 

" Water 191 is used as the degasif ication carrier in this 

15 embodiment, and water vapor 192 gasified in the kneading zone 
18, together with decomposed products, is discharged through 
the degasif ication vent 190 into the outside of the cylinder. 

The crosslinked rubber 10 is heated by a heater, which 
is not shown, arranged outside of the twin-screw extruder 1, 
20 and shear stress is applied to the crosslinked rubber 10 by 
rotation of the screw 15 in the twin-screw extruder 1. By 
suitably selecting the rotation speed of the screw 15 or the 
shape thereof, shear stress etc. can be regulated. 

Now, the reclaiming method using the twin-screw extruder 
25 1 is described in more detail. 
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As shown in Fig. 1, the crushed crosslinked rubber 10 
is fed through the inlet 110. The inside of cylinder 11 is 
heated up to a suitable temperature, and the fed crosslinked 
rubber 10 given shear stress by rotation of the screw 15 is 
gradually transferred by extrusion to the extrusion orifice 
14 . The crosslinked riibber 10 is gradually heated in the course 
of transfer. This is apreheating step, and the region indicated 
by number 16 in Fig. 1 serves as a preheating zone where the 
preheating step is performed. 

There is a case where the boundary between the preheating 
zone 16 and a plasticizing zone 17 described below cannot be 
clearly distinguished. 

As the crosslinked rubber 10 advances in the cylinder 
11, the temperature of the crosslinked riibber 10 is gradually 
increased. When a predetermined temperature is attained, 
cleavage of crosslinkages in the crosslinked rubber 10 is 
initiated. This is a plasticizing step, and the region 
indicated by number 17 in Fig. 1 is a plasticizing zone where 
the plasticizing step is performed. 

The plasticized crosslinked rubber 10 further advances 
while being given shear stress, whereby the crosslinkages in 
the crosslinked rubber 10 are sufficiently cleaved, and the 
rubber polymers are dispersed and mixed to form reclaimed rubber 
101 . This is a kneading step, and the region indicated by number 
18 in Fig. 1 serves as a kneading zone where the kneading step 



in- 

Q... 



is performed* 

Then, water 191 from pump 19 is introduced as a 
degasif ication carrier into the kneading zone 18. In the 
kneading step, water 191 is gasified into water vapor 192, and 
together with decomposed products in the crosslinked rubber 
iO, is discharged to the outside through the degasif ication 
vent 190. 



p5. Finally, plasticization sufficiently proceeds whereby 



... 

yp; the reclaimed rubber 101 almost free of decomposed products 

10 is extruded through the extrusion orifice 14. 

Now, the test of reclaiming various kinds of crosslinked 
rubber according to the reclaiming method in this embodiment 
is described by comparison with the conventional method. 

Various kinds of crosslinked rubber and reclamation 
15 conditions used are shown in Table 1. 

In the table, ^^NR/SBR = 7/3'' refers to blended rubber 
consisting of natural rubber and styrene-butadiene rubber in 
a ratio of 7 : 3 by weight. ^W/SBR = 3/7'' is also defined 
in the same way . NBR refers to acrylonitrile-butadiene rubber . 
20 Such crosslinked rubbers of Samples 1 to 6 were crushed 

into pieces of 10 mm or less in size and introduced into a 
twin-screw extruder having a screw diameter of 30 mm and a screw 
length of 1200 mm as shown in Fig. 1. 

The rotation speed of the screw during reclamation, the 
25 temperature of the material in the plasticizing zone where the 
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plasticizing step is conducted during reclamation, and the shear 
stress in the plasticizing step are shown in Table 1. The 
throughput in the table refers to the weight of crosslinked 
rubber introduced into the cylinder per hour. 
5 : The crosslinked rubber was reclaimed under suitably 

altered conditions of degasif ication as shown in Tables 2 and 
3. In the conditions of degasif ication shown in Tables 2 and 

Q 3, ^^no degasif ication'^' means that reclamation was conducted 

O' 

\Q during which the pump 19 was stopped and the degasif ication 

^4 10 vent 190 was opened in the twin-screw extruder 1 shown in Fig. 

s 1. Inthistest, reclaimed rubber obtained under the conditions 

U1 of ^^no degasif ication'' was used as a standard for comparison. 

■II " • 

In the table, ^Megasif ication under reduced pressure'' 



i 



means that reclamation was conducted under reduced pressure 
15 through the degasif ication vent at a degree of vacuum of 20 

Torr in a gauge. No degasif ication carrier was used. 

In the table, ^Vater injection" means that water 191 was 

injected by p\amp 19 (volume of water injected into crosslinked 

rubber: 5 wt-%) . The degasif ication vent was opened for 
20 reclamation. Because the degasif ication vent was open but not 

under reduced pressure, the injected water was gasified in the 

cylinder but hardly discharged to the outside. 

In the table, ^'water injection and degasif ication" means 

that after water 191 was injected by pump 19 (volume of water 
25 injected into crosslinked rubber: 5 wt-%) , reclamation was 
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conducted under reduced pressure through the degasif ication 
vent at a degree of vacuum of 20 Torr. Accordingly, the 
introduced water 191 was gasified into water vapor in the 
cylinder, and discharged through the degasif ication vent to 
the outside. 

In the table, ^^heating degasif ication 160 °C • 2 hours" 
and ^^heating degasif ication 200 °C • 2 hours" mean that reclaimed 
rubber obtained under the conditions without degasif ication was 
left for 2 hours in a hot-air oven at 160 °C or 200 ""C, respectively. 

The states of each of the resultant reclaimed rubbers 
were observed. The results are shown in Tables 2 and 3. 

Any reclaimed rubbers obtained without degasif ication 
had a very strong smell, and when these reclaimed rubbers were 
re-crosslinked into reclaimed rubber moldings, the working 
environment in the re-crosslinking step was significantly 
worsened by smell . It was also found that because the resultant 
reclaimed rubber moldings also had a very strong smell, their 
use was limited. 

The reclaimed rubbers obtained by degasif ication under 
reducedpressure were excellent in outward appearance, and their 
smell was lower than that of the reclaimed rubbers obtained 
under the conditions without degasif ication. 

However, these reclaimed rubbers could not be practically 
used because their smell was not significantly lowered. 

The reclaimed rubbers obtained under the condition of 



the water injection were excellent in outward appearance. 
However, they could hardly be practically used because their 
smell was almost the same as that of the rubbers obtained without 
degasif ication. 

The reclaimed rubbers obtained under the condition of 
the water inj ection and degasif icationwere excellent in outward 
appearance, and their smell was significantly lower than that 
of the rubbers obtained without degasif ication. When these 
reclaimed rubbers were re-crosslinked into reclaimed rubber 
moldings, there was no smell during the re-crosslinking step, 
and the resultant reclaimed rubber moldings had little or no 
smell (see Embodiment 2 below) . 

When heating degasif ication was applied, the smell was 
reduced, but thermally labile rubbers such as Samples 2, 4, 
5 and 6 were oxidatively deteriorated so that their surface 
turned rigid and brittle. If the reclaimed rubbers 
deteriorated to such an extent were re-crosslinked, the 
resultant moldings of reclaimed rubber were poor in surface 
qualities and physical characteristics, and thus hardly 
practically usable. 

As can be seen from the foregoing results, according to 
the reclamation method of the embodiment, water as the 
degasif ication carrier can remove a bad smell, that is, 
decomposition products generated during reclamation of 
crosslinked rubber. Accordingly, the problem of smell can be 
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prevented. 

According to this embodiment, there can be provided a 
method of reclaiming crosslinked rubber whose qualities are 
hardly deteriorated by generation of decomposed products. 
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Embodiment 2 

In this embodiment, the reclaimed rubbers obtained from 
Sample 1 in Embodiment 1 by no degasif ication, water injection 
and degasif ication, and heating degasif ication respectively 
were compared by examining their performance. 

Each reclaimed rubber was heated at 200 °C for 30 minutes, 
and the generated gas was analyzed by gas chromatography-mass 
analyzer. The oil content in the rubber was subtracted from 
the measured gas content. The results are shown in Table 4. 

In the table, the number of peaks is the number of 
generation of detected components , and the total area of detected 
peaks indicates the amount of detected gas. It is estimated 
that a smaller value indicates a smaller amount of gas generated 
from the reclaimed rubber. In other words, a smaller value 
indicates a smaller amount of malodorous gas contained in the 
reclaimed rubber, so that reclaimed rubber moldings with less 
smell and less deterioration in the working environment can 
be obtained. 

As can be seen from the table, the reclaimed rubber 
obtained by water injection and degasif ication according to 
the present invention indicates the smallest value. It was 
also found that heating degasif ication could remove a 
considerable amount of malodorous gas . However, heating 
degasif ication for a prolonged period of time is not practical 
because the surface of thermally labile rubber is oxidized as 



shown in Embodiment !• 

From these measurement results, it was found that the 
bad smell can be significantly decreased by reducing the number 

of peaks upon heating at 200 "^C for 30 minutes or the total 
area of detected peaks to 1/2 ♦ 
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Embodiment 3 

In this embodiment, the crosslin'ked rubbers (Samples 1, 
2 and 4) in Embodiment 1 were reclaimed according to the method 
in Embodiment 1, and the resultant reclaimed rubbers were 
crosslinked to produce reclaimed rubber moldings, which were 
then examined for their performance. 

As shown in Table 5, the crosslinking agents were added 
to the resultant reclaimed rubbers, and under the conditions 
shown in the table below, the reclaimed rubber from Sample 1 
was crosslinked singly, and the reclaimed rubbers from Samples 
2 and 4 were crosslinked after being mixed with new 
non-crosslinked rubber in ratios of 5 : 5 and 2 : 8 by weight 
respectively. 

These reclaimed rubbers were obtained by no 
degasif ication, water injection and degasif ication, and 
heating degasif ication, respectively. 

The vulcanization characteristics of these reclaimed 
rubbers were measured by a Mooney viscometer and a curemeter 
according to JIS K-6300. The results are shown in Table 6. 

The resultant moldings of reclaimed rubber were measured 
for tensile strength at break and tensile elongation at break 
according to JIS K-6301. 

The generation of bad smell in the process of producing 
the reclaimed rubbers was evaluated by total points in 
organoleptic evaluation made by 10 operators. 
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The criteria of the organoleptic evaluation are as 
follows : 

Point 5: Unpleasant smell under which the operation is 
difficult even in a short time. 

Point 4 : Unpleasant smell under which the operation is feasible 
in a short time. 

Point 3 : Unpleasant smell under which the operation is feasible 
for a long time. 

Point 2: Unpleasant smell under which the operation is not 
influenced. 

Point 1: A smell which is not unpleasant is felt. 
Point 0: No smell is felt. 

The sum of these points is total points in the organoleptic 
evaluation, and shown in Table 6. 

Further, the smell of the resultant reclaimed rubber 
moldings was subjected to organoleptic evaluation. 

As can be seen from Table 5, the bad smell during the 
operation and the bad smell of the reclaimed rubber moldings 
can be improved by water injection and degasif ication. It was 
also found that water injection and degasif ication does not 
adversely affect vulcanization characteristics and mechanical 
characteristics, while heating degasif ication adversely 
affects the vulcanization characteristics and mechanical 
characteristics of thermally easily deteriorated sponge EPDM 
and large tires. 
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Embodiment 4 

Amethodof reclaiming vulcanizedEPDM and simultaneously 
blending it with PP resin is described in this embodiment. 

First, the extruder used in this embodiment is described* 

As shown in Fig* 2, the twin-screw extruder 1 includes 
cylinder 11 and side-feeder 2 arranged on the cylinder 11, and 
the side-feeder 2 includes sub-cylinder 22 and screw 25. 

The side-feeder 2 is arranged between the pump 19 or 
degasif ication vent 190 and the extrusion orifice 14. Pump 
20 and degasif ication vent 200 are arranged between the 
side-feeder 2 and the extrusion orifice 14. 

Now, the reclaiming method is described in detail. 

Scrap of sulfur-crosslinked EPDM rubber containing 50 % 
by weight of carbon black was crushed into about 10 mm cubic 
pieces. These were used as the crosslinked rubber 10 in this 
embodiment . 

Separately, pellets of PP resin (polypropylene resin) 
were prepared. 

The crosslinked rubber 10 is fed into the inlet 110 of 
the twin-screw extruder 1 . 

The inside of the cylinder 11 is heated up to 300 °C, 
and by screw 15, the fed crosslinked rubber 10 is gradually 
extruded toward the extrusion orifice 14 to be heated. This 
is a preheating step which is performed in a preheating zone 
16. 
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The screw rotation speed 15 is 400 rpm. The reclamation 
throughput is 5 kg/h. 

As the crosslinked rubber 10 advances in the cylinder 
11, the temperature of the crosslinked rubber 10 is gradually 
increased. When a predetermined temperature is attained, 
cleavage of crosslinkages in the rubber is initiated. This 
is a plasticizing step which is performed in a plasticizing 
zone 17. 

The plasticized crosslinked rubber 10 advances further 
toward the extrusion orifice and formed into reclaimed rubber 
by shear stress. This is a kneading step which is performed 
in a kneading zone 18. 

Then, water 191 is introduced as a degasif ication carrier 
from pump 19 into the kneading zone 18. In the kneading step, 
water 191 is gasified into water vapor 192, and together with 
decomposed products in the crosslinked rubber 10, is discharged 
to the outside through the degasif ication vent 190. 

Simultaneously with the above process, PP resin 21 is 
fed into the side-feeder 2. By screw 25 in the cylinder 22, 
PP resin 21 is introduced into a zone following the kneading 
zone 18 in cylinder 11, and then subjected to plasticization. 

Then, the reclaimed rubber formed from the crosslinked 
rubber 10 and PP resin 21 are melted and kneaded by screw 15. 
This melting and kneading step is conducted in the blending 
zone indicated by niomber 189. After PP resin 21 is added, the 
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temperature (of the blending zone 189) is kept at 230 °C. 

Water 201 is introduced as a degasif ication carrier from 
pump 20 into the blending zone 189. In the blending zone 189^ 
water 201 is gasified into water vapor 202, and together with 
various decomposed products, discharged through the 
degasif ication vent 200 to the outside. 

Finally, the reclaimed rubber/PP blend 108, which is a 
plasticized mixture of the reclaimed rubber and PP resin, is 
extruded from the extrusion orifice 14, 

The amounts of crushed vulcanized EPDM and PP resin 
introduced in the reclaiming method in this embodiment are shown 
in Table ?• 

The amount of water added by pump 19 was 5 wt % relative 
to the vulcanized EPDM, the amount of water added by pump 20 
was 5 wt % relative to the vulcanized EPDM/PP resin blend, 
degasif ication was conducted using degasif ication under 
reduced pressure, and a pressure in a gauge was 20 Torr* 

The reclaimed rubber/PP blend 108 was evaluated for its 
smell during and after reclamation. The smell of the reclaimed 
rubber/PP blend is shown by comparison with that of a reclaimed 
rubber/PP blend obtained by the reclaiming method without 
degasif ication. The criteria for evaluation of smell during 
the process are the same as in Embodiment 3, 

The results are shown in Table 7. 

As can be seen from Table 7, the smell can be significantly 



34 



reduced by using water as the degasif ication carrier in the 
present invention. 
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Amethod of reclaiming vulcanized EPDM and simultaneously 
blending it with PP resin is described in this embodiment similar 
to Embodiment 4 . 

For reclamation in this embodiment, however, a deodorant 
was introduced together with PP resin into the twin-screw 
extruder. The ratio of vulcanized EPDM/PP resinblend was 80/20 
parts by weight. 

Whether the deodorant was added or not and the type of 
the deodorant are shown in Table 8. For comparison, a blend 
reclaimed by the reclaiming method without degasif ication was 
examined for its smell. 

The smell in the reclaiming and blending steps and the 
smell of the reclaimed rubber/PP blend were evaluated. 

The smells of the reclaimed rubber/PP blends obtained 
in the presence or absence of the deodorant were compared. The 
criteria for evaluation of smell are the same as in Embodiment 
3. 

The results are shown in Table 8 . 

As can be seen from this table, the unpleasant smell in 
the reclaiming step and the unpleasant smell in the reclaimed 
product can be further suppressed by conducting water injection 
and degasif ication and by adding the deodorant. 
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EitibodiiQent 6 

In this embodiment, crosslinked rubber was reclaimed 
where the positions of pumps for injecting water as the 
degasif ication carrier and the positions of degasif ication 
vents were changed. 

As shown in Fig. 3, the twin-screw extruder 1 similar 
to that in Embodiment 1 is provided with pumps PI to P3 and 
degasif ication vents VI to V3 . These pumps and degasif ication 
vents are arranged to correspond to a preheating zone, a 
plasticizing zone and a kneading zone in the cylinder, 
respectively. 

Sample 1 in Embodiment 1 was used as the crosslinked rubber 
in this embodiment. 

The crosslinked rubber was reclaimed under the conditions 
that the pumps and degasif ication vents are in the states shown 
in Table 9. The smell of the resultant rubber was evaluated. 

As can be seen from Table 9, the smells of the reclaimed 
rubbers obtained under conditions 2 to 4 were lower than the 
smell of the reclaimed rubber obtained under condition 1 ( = 
standard condition under which degasif ication by the 
degasif ication carrier was not conducted) . In particular, the 
smell was significantly lower under condition 4. 

Under conditions 5 and 7, water was injected to the 
plasticizing zone, followed by degasif ication through vents 
arranged on the plasticizing and kneading zones. Under 

■ -38 ■; 



■y3' - ■ . 



w 



condition 5, the smell of the reclaimed rubber was lowered, 
but the effect was not so high. On the other hand, it was 
recognized under condition 7 that the smell was lowered. 

Under condition 6, water was injected to the preheating 
zone, followed by degasif ication. However, the crosslinked 
rubber was still not plasticized in the preheating zone, and 



as a consequence, decomposed products were not generated. 
Accordingly, it was found that the effect of the degasif ication 
carrier in the present invention could hardly be obtained. 
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Embodiment 7 

In this embodiment, the resin-crosslinked butyl rubber 
as Sample 3 in Embodiment 1 was reclaimed by the method in 
Embodiment 1 , and the resultant reclaimed rubber was crosslinked 
to produce a reclaimed rubber molding which was then evaluated 
for its performance. 

30 parts by weight of the resultant reclaimed rubber was 
mixed with 70 parts by weight of new non-crosslinked butyl rubber. 
2 . 0 parts by weight of sulfur, 5 . 0 parts by weight of zinc oxide, 
1.0 part by weight of TMTD and 0.5 part by weight of MBT were 
added to 100 parts by weight of the resulting rubber mixture. 

As the reclaimed rubber, two kinds of reclaimed rubbers 
obtained without degasif ication and by water injection and 
degasif ication were used respectively. 

The reclaimed rubbers were measured for vulcanization 
characteristics by a Mooney viscosity and a curemeter according 
to JIS K-6300. The results are shown in Table 10. 

Moldings obtained from these reclaimed rubber were 
measured for tensile strength at break and tensile elongation 
at break according to JIS K-6301. The results are shown in 
Table 10. 

The amounts of impurities therein were determined by gas 
chromatography-mass analysis in the same manner as in Embodiment 
2. The results are shown in Table 10, 

From Table 10, it was found that because the time of TIO 

41 



for the product obtained without degasif ication, as determined 
by a curemeter, is shorter, scorch is generated. It was also 
found that the product has scorch and thus has a problem with 
storage stability, and production of large moldings is 
difficult . 

It was also found that the product obtained by water 
injection and degasif ication is free of scorch and is excellent 
in storage stability and in processability in forming large 
moldings . 

From the amount of impurities in Table 10, it was found 
that the total area for impurities in the product obtained by 
water injection and degasif icati on is 1/2 or less relative to 
that without degasif ication, thus indicating a reduction in 
various decomposed products adversely affecting vulcanization 
characteristics, and scorch can thereby be prevented. 
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Embodiment 8 

In this embodiment. Sample 1 was treated to prepare 
reclaimed materials of solid EPDM in the same manner as in 
Embodiment 1 except that the number of sites for water injection 
and degasif ication in the extruder used in Embodiment 1 was 
0 or 2 (1 in the plasticizing zone and 1 in the kneading zone) . 

The respective reclaimed materials were heated at 100 °C for 
5 minutes, and the generated gas was analyzed by gas 
chromatography-mass analyzer. The evaluation results are 
shown in Fig. 4, Fig. 5 and Table 1. Fig. 4 shows a chart of 
the sample obtained in the extruder where the number of sites 
for water injection and degasif ication was 0, and Fig. 5 shows 
a chart of the sample obtained in the extruder where the number 
of sites for water injection and degasif ication was 2. 

In Figs. 4 and 5, the detection time (min) is shown on 
the abscissa and the signal intensity on the ordinate. In Fig. 
11, the number of peaks is the number of generation of detected 
components, and the total area of detected peaks indicates the 
amount of detected gas. 

From the figures and the table, it was found that 
decomposed products such as malodorous components can be 
significantly reduced by water injection and degasif ication. 
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(Table 11) 



Number of sites 
for degasif ication 


Number 
of peaks 


Total area 
of 

detected peaks 


0 (no degasif ication) 


24 


197.4 


2 


7 


35.0 



Embodiment 9 

In this embodiment, the number of sites for water injection 
and degasification in the extruder used in Embodiment 1 was 
0 to 3. Specifically, the niomber of sites in the plasticizing 
zone was 1 and the number of sites in the kneading zone was 
2, and the number was changed as necessary by switching between 
actuation and inactuation . Other conditions were in accordance 
with those in Embodiment 1, and Sample 4 of large-tire wastes 
was treated to prepare reclaimed materials. 

The respective reclaimed materials were heated at 130 
'^C for 30 minutes, and the generated gas was analyzed by gas 
chromatography-mass analyzer. The evaluation results are 
shown in Fig. 6. In Fig. 6, the result of analysis of the raw 
materials before reclamation (large-tire wastes) is indicated 
as the standard level of smell. In Fig. 6, the number of times 
of deodorization was conducted (that is, the number of actuated 
sites for water injection and degasification) is shown on the 
abscissa, and the amount of defected gas relative to the amount 
(=100 %) of gas generated from the raw materials which is not 
subjected to deodorization is shown on the ordinate. 
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As can be seen from Fig. 6, decomposed products such 
malodorous components can be significantly reduced by wat 
injection and degasif ication, whereby the level of smell 
lowered below the level of smell in the raw materials. 
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CLAIMS 

1. A method of reclaiming crosslinked rubber, which comprises 
introducing a degasif ication carrier and removing, together 
with the degasification carrier, decomposed products in 
crosslinked rubber, during a reclamation step of reclaiming 
crosslinked rubber by applying shear stress thereto and/or a 
subsequent step after the reclamation step, 

2. The method of reclaiming crosslinked rubber according to 
claim 1, wherein the crosslinked rubber is resin-crosslinked 
butyl rubber. 

3. The method of reclaiming crosslinked rubber according to 
claim 1, wherein the degasification carrier is at least one 
selected from a group consisting of inert gas, water and alcohol . 

4. The method of reclaiming crosslinked rubber according to 
claim 1, wherein the reclamation step is conducted at the 
temperature of 100 to 520 

5. A molding of reclaimed rubber produced by a process which 
comprises introducing a degasification carrier and removing, 
together with the degasification carrier, decomposed products 
in crosslinked rubber to obtain reclaimed rubber during a 
reclamation step of reclaiming crosslinked rubber by applying 
shear stress thereto and/or a subsequent step after the 
reclamation step, and re-crosslinking the reclaimed rubber or 
melt-blending the reclaimed rubber with thermoplastic resin. 

6 . The molding of reclaimed rubber according to claim 5, wherein 



the crosslinked rubber is resin-crosslinked butyl rubber. 
7 • The molding of reclaimed rubber according to claim 5, wherein 
the amount of decomposed products in the reclaimed rubber is 
reduced to 1/2 or less relative to that before introduction 
of the degasif ication carrier. 
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ABSTRACT 

The object of the present invention is to provide a method 
of reclaiming crosslinked rubber wherein a reduction of 
qualities due to generation of decomposedproducts hardly occurs, 
and a molding of reclaimed rubber. 

In a reclamation step of reclaiming crosslinked rubber 
10 by applying shear stress thereto and/or in a subsequent step 
in the present invention, a degasif ication carrier is introduced 
and decomposedproducts in the crosslinked rubber 10 are removed 
together with the degasif ication carrier. Also the disclosed 
is a molding of reclaimed rubber prepared by re-crosslinking 
reclaimed rubber obtained by this method. 
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